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(54) Biosensor 

(57) In a biosensor comprising an electrically insu- 
lating base plate, an electrode system including a work- 
ing electrode and a counter electrode formed on the 
base plate, and a reaction layer formed on or in the vi- 
cinity of the electrode system, at least a surface of the 
reaction layer Is made porous,. so as to provide a bio- 
sensor of good response characteristic in which a reac- 
tion layer containing an enzyme dissolves quickly into a 
small amount of a sample solution and the enzyme re- 
action is effectively utilized. 

In one embodiment the reaction layer contains the 
enzyme and an aggregate of fine particles having an av- 
erage diameter of between 0.1 \xm and 1 jxm. 

The fine particles may be made of a material select- 
ed from a polymer compound, ceramic, glass, dianrrand 
and carbon. 
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Description 

BACKGROUND OF THE INVENTION 

[0001 ] The present invention relates to a biosensor for s 
detennining the quantity of a substrate (specific compo- 
nent) contained In a sample, e.g., biological samples 
such as blood and urea, materials and products in food 
industries and fruit juice, In a highly accurate, speedy 
and easy manner. w 
[0002] There has been provided a biosensor capable 
of easily determining the quantity of a specific compo- 
nent (substrate) in biological samples and foods without 
diluting or stin-ing the sample solution. For example, 
Japanese I^id-Open Patent Publication No. HEI i5 
3-202764 discloses a biosensor including an electrode 
system formed on an electrically insulating base plate 
by screen printing and a reaction layer fonmed on the 
electrode system. The reaction layer contains oxldore- 
ductase and an electron mediator (electron acceptor). 20 
[0003] This biosensor determines the substrate con- 
centration in a sample in the following manner 
[0004] Rrst, a sample solution is dropped onto the re- 
action layer of the biosensor. Then, the reaction layer 
dissolves to cause an enzyme reaction between the 25 
substrate in the sample solution and oxidoreductase in 
the reaction layer. Subsequently to the enzyme reaction, 
the electron mediator is reduced. After a predetermined 
time, a voltage is applied to the electrode of the sensor 
to electrochemically oxidize the reduced electron medl- 30 
ator. At that time, an oxidation cun-ent is obtained, from 
which the substrate concentration In the sample solution 
Is determined, 

[0005] However, since the reaction layer of the prior 
art biosensor is fonned by a method of dropping and 35 
drying a solution containing a water-soluble component, 
it is difficult to form the reaction layer into a thin film. 
Further, it is also difficult to dry the reaction layer uni- 
formly throughout its thickness and the perfomiance of 
the sensor may unfavorably vary depending on the dry 40 
state of the surface of the reaction layer. Accordingly, 
the enzyme needs to be contained in an excessive 
amount in the reaction layer as compared with the 
amount of the substrate contained in the sample. Fur- 
ther, since the reagent is contained in a large amount in 45 
the reaction layer, it takes long time to dissolve the re- 
action layer. 

[0006] Japanese Laid-Open Patent Publication No. 
2001-208716 discloses a sensor strip comprising an 
electrode support, an electrode set fonmed thereon and so 
microscopic grains. In this sensor, the microscopic 
grains are used to reduce the amount of the sample re- 
quired for the measurement, thereby increasing the dis- 
solution rate of the reagent. 

55 

BRIEF SUMMARY OF THE INVENTION 

[0007] In view of the-above described problems con- 



cerning the prior art, an object of the present invention 
is to provide a biosensor of good response characteristic 
in which the reaction layer containing the enzyme dis- 
solves rapidly into a small amount of a sample solution 
and the enzyme reaction is effectively utilized. 
[0008] Another object of the present invention is to 
provide a biosensor In which the above-described reac- 
tion layer Is easily formed. 

[0009] To achieve the above-described objects, the 
present inventton provides a biosensor comprising an 
electrically insulating base plate, an electrode system 
including a working electrode and a counter electrode 
fonned on the base plate, and a reaction layer formed 
on or in the vicinity of the electrode system, at least a 
surface of the reaction layer being porous. 
[001 0] To make the reactton layer porous, preferably 
the reaction layer contains at least an enzyme and 
an aggregate of fine partfeles having an average diam- 
eter of not smaller than 0.1 jim and not larger than 1 Mm. 
[001 1 ] The reaction layer may entirely be porous. 
[001 2J The porosity of the reaction layer is preferably 
50% or more and the upper limit thereof may be about 
90%. 

[001 3] Preferably the fine particles are made of a ma- 
terial selected from the group consisting of a polymer 
compound, ceramic, glass, diamond and carbon. 
[0014] Preferably the reaction layer further contains 
an electron mediator. 

[0015] A layer containing the electron mediator may 
be formed in the vicinity of the reaction layer. 
[0016] In a preferred embodiment of the present in- 
vention the reaction layer contains cholesterol esterase, 
a surfactant and at least one of cholesterol oxidase and 
cholesterol dehydrogenase and a layer containing the 
electron mediator is fonned in the vicinity of the reaction 
layer. 

[0017] While the novel features of the inventfon are 
set forth particularly in the appended claims, the Inven- 
tion, both as to origanization and content, will be better 
understood and appreciated, along with other objects 
and features thereof, from the following detailed de- 
scription taken in conjunction with the drawings. 

BRIEF DESCRIPTION OF THE SEVERAL VIEWS OF 
THE DRAWING 

[001 8] FIG. 1 is a perspective view of a disassembled 
biosensor according to an example of the present inven- 
tion, in which a reaction layer is omitted. 
[0019] FIG. 2 is a schematic vertical section of the 
above bfosensor. 

[0020] FIG. 3 is a graph illustrating comparison 
among response characteristics of sensors according 
to Examples 1 and 2 and Comparative Example 1. 
[0021 ] FIG. 4 is an optical photomicrograph of the re- 
action layer formed in Example 1. 
[0022] FIG. 5 is a graph illustrating comparison be- 
tween response characteristics of sensors of Example 
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5 and Comparative Example 3. 

DETAILED DESCRIPTION OF THE INVENTION 

[0023] TTie biosensor of the present invention com- 
prises an electrically insulating base plate, an electrode 
system including a working electrode and a counter 
electrode formed on the base plate, and a reaction layer 
formed on or in the vicinity of the electrode system. The 
biosensor is characterized in that at least a surface of 
the reaction layer Is porous. 

[0024] To make the reaction layer porous, preferably 
the reactron layer contains at least an enzyme and an 
aggregate of fine particles having an average diameter 
of not smaller than 0.1 ^im and not larger than 1 pun. 
[0025] The reaction layer may entirely be porous. 
[0026] - The fine particles used herein are preferably 
made of a material selected from the group consisting 
of a polymer compound, ceramic such as silica, alumina 
and titanium oxide, glass, diamond and carbon. 
[0027] In the present invention, the reaction layer hav- 
ing at least a porous surface is preferably formed by dis- 
persing the fine particles In a solution for forming the 
reaction layer, preferably an aqueous solution contain- 
ing an enzyme, spreading the resulting solution on or in 
the vk;inity of the electrode system on the base plate 
and drying the solutbn. 

[0028] If the average diameter of the fine particles is 
1 ^ m or more, the fine particles do not disperse smooth- 
ly in the solution for fomning the reaction layer, which 
requires constant stirring. Thereby, the production proc- 
ess is complicated. Further, If the solution in which the 
fine particles are dispersed inhomogeneously is used, 
the resulting reaction layer becomes inhomogeneous 
and the porous reaction layer cannot be obtained. In 
such a case, the resulting reaction layer does not dis- 
solve quickly on a whole in use of the biosensor, which 
deteriorates the response characteristic. 
[0029] On the other hand, if the average diameter of 
the fine particles is smaller than 0.1 jim, voids in the fine 
particles in the resulting reaction layer are narrowed, the 
porosity of the reaction layer decreases and the surface 
area of the enzyme does not increase. 
[0030] Considering above, the present invention uti- 
lizes the fine partk:les having the average diameter of 
not smaller than 0.1 ^m and not larger than 1 ^m. Pref- 
erably the fine particles have an average diameter of 
greater than or equal to 0.1 ^m and less than 1 \an. 
Thereby, fine voids are formed in the reaction layer and 
hence the reaction layer becomes porous. This allows 
the sample solution supplied to the sensor to pemneate 
rapidly into the reaction layer while dissolving the en- 
zyme. As a result, the reaction layer quickly dissolves 
into the sample solution and the enzyme reactton pro- 
ceeds speedily. Thus, highly accurate measurement is 
realized without causing variations in response charac- 
teristics. 

[0031] The amount of the fine particles contained in 



the reaction layer is suitably 10 to 99 % by volume ratio 
with respect to the reaction layer with a view to forming 
a th'm enzyme layer on the fine particle surface. Thereby, 
the porous reaction layer which dissolves easily into the 
5 sample solution is formed. More preferably, the volume 
ratio is 10 to 20%. 

[0032] Examples of the enzyme used in the present 
invention include glucose oxidase, glucose dehydroge- 
nase, lactate oxygenase, lactate dehydrogenase, fruc- 

10 tose oxidase, cholesterol oxidase, cholesterol dehydro- 
genase, cholesterol esterase, mutarotase, invertase, 
ascorbate oxidase, alcohol oxidase and the like. Among 
them, one or a combination of two or more may be used. 
[0033] The reaction layer of the biosensor according 

15 to the present invention may contain an electron medi- 
ator as described above. Examples of the electron me- 
diator include ferricyanide and salts thereof, p-benzo- 
quinone and derivatives thereof, phenazine methosul- 
fate, methylene blue, ferrocene and derivatives thereof 

20 and the like. Among them, one or a combination of two 
or more may be used as the electron mediator. If the 
electron mediator is not contained in the reaction layer, 
the quantity of the substrate can be determined by using 
an enzyme or hydrogen peroxide in the sample solution. 

25 [0034] . If the electron mediator is mixed with the en- 
zyme to form the reaction layer, the activity of the en- 
zyme may be deteriorated by the electron mediator dur- 
ing storage. Accordingly, it is preferred that the electron 
mediator is contained in a layer isolated from the en- 

30 zyme. In the case of a cholesterol sensor, are used a 
surfactant, cholesterol esterase for converting choles- 
terol ester into free cholesterol, and at least one of .cho- 
lesterol oxidase and cholesterol dehydrogenase. In 
such a sensor, the electron mediator is preferably con- 

35 tained in a layer Isolated from the enzymes. . 

[0035] A solvent for dissolving therein the enzyme 
and/or the electron mediator to prepare a solution for 
forming the reaction layer may be selected from water, 
various aqueous solutions such as phosphoric acid buff- 

40 er, Tris-HCI buffer, phosphoric acid buffer, acetic acid 
buffer and sodium chloride aqueous solution and organ- 
ic solvents such as methanol, ethanol, toluene and ac- 
etone. The solvent is preferably one of them or a mixture 
solution of two or more of them. The content of the fine 

45 particles to be added to the solution for forming the re- 
action layer is preferably in the range of 5 to 20 % in 
terms of volume concentration. 
[0036] The reaction layer of the biosensor according 
to the present invention may contain a hydrophilic pol- 

50 ymer in addition to the enzymes and the electron medi- 
ator. The addition of the hydrophilic polymer to the re- 
action layer prevents the reaction layer from peeling off 
the base plate or the surface of the electrode system. 
Further, the fracture of the reactk)n layer surface is also 

55 prevented, which is effective in enhancing the reliability 
of the biosensor. The hydrophilk; polymer may cover the 
electrode system, causing the same effect as the above. 
[0037] Examples of the hydrophilic polymer include 
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carboxymethyl cellulose, hydroxyethyf cellulose, hy- 
droxypropyl cellulose, methyl cellulose, ethyl cellulose, 
ethyl hydroxyethyl cellulose, carboxy methyl ethyl cellu- 
lose, polyvinylpyrrolidone, polyvinyl alcohol, polyamino 
acid such as polylysine, polystyrene sulfonate, gelatin 5 
and derivatives thereof, polymers of acrylic acid or de- 
rivatives thereof, polymers of maleic anhydride or salts 
thereof and starch or derivatives thereof. Among them, 
carboxymethyl cellulose is particularly preferred. 
[0038] An oxidation current may be measured by a io 
measurement method on a two-electrode system using 
only a measuring electrode and a counter electrode or 
a three-electrode system using a reference electrode in 
addition, among which the three-electrode system al- 
lows measurement with greater accuracy. is 
, [0039] Hereinafter, a preferred embodiment of the bi- 
osensor according to the present Invention is described " 
with reference to the figures. 
[0040] RG. 1 is a perspective view of a disassembled 
biosensor according to an embodiment of the present 20 
invention excluding a reaction layer. 
[0041] Reference numeral 1 indicates an electrically 
Insulating base plate made of polyethylene terephtha- 
late. On the base plate 1 , leads 2 and 3 made of silver 
paste are formed by screen printing. Further, by the 25 
same printing method, are fonned on the base plate 1 
an electrode system including a working electrode 4 and 
a counter electrode 5 made of conductive carbon paste 
containing a resin binder, and an electrically insulating 
layer 6 made of electrically insulating paste. TTie elec- 30 
trically insulating layer 6 exposes a certain area of the 
working electrode 4 and the counter electrode 5 and par- 
tially covers the leads. In other words, the electrically 
insulating layer 6 defines the exposed area. 
[0042] Other than silver and carbon, platinum, gold 35 
and palladium may be used as a material for the leads 
and the electrodes. 

[0043] The biosensor Is assembled from the insulat- 
ing base plate 1 made of polyethylene terephthalate, a 
cover 9, and a spacer 8 sandwiched between the base 40 
plate 1 and the cover 9. TTiese components are bonded 
in a positional relationship as indicated by dashed lines 
shown in FIG. 1 to fomi the biosensor. The spacer 8 Is 
provided with a slit 1 0 for forming a sample solution sup- 
ply pathway and the cover 9 includes an air aperture 11. 4S 
With the base plate 1 , the cover 9 and the spacer 8 bond- 
ed as shown in FIG. 1, a cavity is formed as a sample 
solution supply pathway between the base plate 1 and 
the cover 9, The cavity includes an opening end of the 
slit as a sample solution supply port and terminates at so 
the air aperture 11 . In this explanation, the cover 9 and 
the spacer 8 are combined as a covering member. How- 
ever, a single member having a groove corresponding 
to the slit 10 of the spacer 8 may be iised. 
[0044] In RG. 2, one or more reaction layers 7 con- ss 
taining at least an enzyme, an electron mediator and fine 
particles are formed on the insulating base plate 1 pro- 
vided with the electrode system as shown in FIG. 1 , i. 



e.. in the slit of the covering member. The reaction layer 
is not necessarily formed on the electrode system as 
long as it is formed in a position exposed to the sample 
solution supply pathway and the sample solution flows 
over the electrode system while dissolving the reaction 
layer. 

[0045] Hereinafter, the present invention is detailed 
by way of examples, but the invention is not limited 
thereto. 

Example 1 

[0046] On the electrode system on the base plate 1 
shown in FIG. 1, an aqueous solution containing fine 
particles of polystylene having an average diameter of 
0.5 \im, potassium ferricyanide and glucose oxidase 
(EC1 . 1 . 3. 4, GOD) was dropped and dried in a warm- 
air dryer at 50*»C for 1 0 minutes to fomi a reaction layer 
7. The obtained reaction layer 7 contained 1 mg of the 
fine particles, 1 mg of potassium ferricyanide and 0.05 
mg of GOD, per cm2. 

[0047] Then, the base plate was combined with the 
spacer and the cover to complete the sensor and sensor 
characteristic as a glucose sensor was evaluated. 
[0048] On supplying a sample solution containing glu- 
cose to the reaction layer 7, glucose in the sample so- 
lution was oxidized by GOD and at the same time, the 
electron mediator in the reaction layer was reduced. Af- 
ter an elapse of a predetermined period of time, a volt- 
age of +0.5 V with respect to the counter electrode 5 
was applied to the working electrode 4 to oxidize the 
reduced electron mediator. Five seconds later, a current 
value between the working electrode and the counter 
electrode was measured. The current value was propor- 
tional to the concentration of the reduced electron me- 
diator, i.e., the substrate concentration iri the sample so- 
lution. The glucose concentration in the sample solution 
was obtained from the current value. 
[0049] Samples containing glucose in concentrations 
of 0 mg/dl, 180 mg/dl. 360 mg/dl and 540 mg/dl were 
prepared and subjected to the measurement for 30 sec- 
onds, respectively, to measure the response current val- 
ue of the sensor with respect to each sample. As a re- 
sult, the response current value and the glucose con- 
centration had a certain correlation and showed favora- 
ble linearity. Also in the measurement for 1 0 seconds, 
favorable linearity was obtained between the response 
current value and the glucose concentration. FIG. 3 
shows the response characteristic obtained in the 
measurement for 10 seconds, together with the re- 
sponse characteristics obtained in Example 2 and Com- 
parative Example 1. 

[0050] Further, with an optical microscope, the reac- 
tion layer 7 formed as described above was observed 
whether at least the surface was porous or not. FIG. 4 
shows a photomicrograph taken under a magnification 
of 42.5 times. As seen in FIG. 4, the surface of the re- 
action layer 7 was porous. 



4 



7 



EP 1 369 687 A1 



8 



[0051 ] The porosity of the reaction layer was obtained 
as a percentage of a volume of components in the re- 
action layer, which was obtained from the weight and 
specific gravity thereof, with respect to a volume of the 
reaction layer after drying, the porosity of the reaction 
layer was about 79.5 %. 

Example 2 

[0052] An aqueous solution containing potassium f er> 
ricyanide was prepared, which was dropped and dried 
on the electrodes on the base plate 1 shown in FIG. 1 
to form a first layer. The content of potassium ferricya- 
nide in the first layer was 1 mg per cm^. 
[0053] Then, an aqueous solution containing GOD 
and fine polymer particles same as those of Example 1 
was prepared, which was dropped on the first layer and 
dried In a warm-air dryer at 50°C for 1 0 minutes to form 
a second layer. The obtained second layer contained 
1 .0 mg of the fine polymer particles and 0.1 mg of GOD. 
per cm^ of the second layer. The first and second layers 
were fonned to function as the reaction layer 7. 
[0054] In the same manner as Example 1, the re- 
sponse current value of the sensor with respect to a 
standardized glucose solution was measured. As a re- 
sult, the response current value showed favorable line- 
arity with respect to the glucose concentration in both of 
the measurements for 30 seconds and 1 0 seconds. The 
porosity of the reaction layer was about 79 %. 

Comparative Example 1 ■ 

[0055] An aqueous solution containing potassium fer- 
ricyanide and GOD was dropped on the electrodes on 
the base plate 1 shown in FIG. 1 and dried In a warm- 
air dryer at 50^*0 for 1 0 minutes to form a reaction layer 
The content of potassium ferricyanide in the reaction 
layer was 1 mg and the content of GOD was 0.05 mg, 
per cm2. 

[0056] In the same manner as Example 1 , the re- 
sponse current value of the sensor with respect to a 
standardized glucose solution was measured. As a re- 
sult, the response current value and the glucose con- 
centration showed favorable linearity in the measure- 
ment for 30 seconds. However, the linearity was not ob- 
tained with respect to glucose of high concentration in 
the measurement for 10 seconds. 

Example 3 

[0057] An aqueous solution containing fine particles 
of amorphous silicon having an average diameter of 0.3 
\xm, potassium ferricyanide and GOD was prepared. Us- 
ing the solution, the reaction layer 7 was formed on the 
electrodes on the base plate 1 shown In FIG. 1 In the 
same manner as Example 1. The reaction layer 7 con- 
tained 1 .5 mg of the fine particles, 1 mg of potassium 
ferricyanide and 0.05 mg of GOD, per cm?. 



[0058] In the same manner as Example 1, the re- 
sponse current value of the sensor with respect to a 
standardized glucose solution was measured. As a re* 
suit, the response current value showed favorable line- 
5 arity with respect to the glucose concentration in both of 
the measurements for 30 seconds and 1 0 seconds. The 
porosity of the reaction layer was about 74.5 %. 

Example 4 

10 

[0059] An aqueous solution containing potassium fer- 
ricyanide was prepared, which was dropped and dried 
on the electrodes on the base plate 1 shown \n FIG. 1 
to fomn a first layer. The content of potassium ferricya- 

15 nide In the first layer was 1 mg per cm^. 

[0060] Then, an aqueous solution containing. GOD 
and fine particles of amorphous silicon same as those 
in Example 3 was prepared, which was dropped on the 
first layer and dried in a warm-air dryer at 50°C for 10 

20 minutes to form a second layer. In tiie obtained second 
layer, the content of the fine polymer particles was 1 .5 
mg and the GOD content was 0.1 mg, per cm^. The first 
and second layers were formed to function as tiie reac- 
tion layer 7. 

25 [0061] In the same manner as Example 1, the re- 
sponse current value of the sensor with respect to a 
standardized glucose solution was measured. As a re- 
sult, the response current value showed favorable line- 
arity with respect to the glucose concentration In both of 

30 the measurements for 30 seconds and 1 0 seconds. The 
porosity of the reaction layer was about 74 %. 

Comparative Example 2 

35 [0062] An aqueous solution containing potassium fer- 
ricyanide was prepared, which was dropped and dried 
on the electrodes on the base plate 1 shown in FIG. 1 
to form a first layer. The content of potassium fericya- 
nide in the first layer was 1 mg per cm^. 

40 [0063] Then, an aqueous solution containing GOD 
and fine particles of amorphous silicon having an aver- 
age diameter of 1 .5 jim was prepared. However, in tills 
aqueous solution, the fine particles were precipitated 
Immediately and hence the solution required constant 

45 stirring during a dropping step. This solution was 
dropped on ttie first layer and dried in a wami-alr dryer 
at SO'^C for 10 minutes to fomn a second layer. That Is, 
the first and second layers were formed to function as 
the reaction layer 7. The content of the fine polymer par- 

50 tides in the thus fomned second layer was 1.3 mg per 
cm2 of the reaction layer. However, the content of the 
fine polymer particles was varied among sensors, which 
caused variations in GOD amount. The GOD amount 
was 0.1 mg on average per cm^ of tiie reaction layer. 

55 [0064] In the same manner as Example 1, ttie re- 
sponse current value of the sensor with respect to a 
standardized glucose solution was measured. The re* 
sponse current value was dependent on the glucose 
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concentration in both of the measurements for 30 sec- 
onds and 10 seconds. However, when plural sensors 
were subjected to the measurement of the response 
current value with respect to the same standardized glu- 
cose solution, the response current values were varied s 
in a wide range. 

Example 5 

[0065] A first layer containing potassium ferricyanide io 
was formed in the same manner as Example 2. 
[00661 "Hien, an aqueous solution containing choles- 
terol esterase, cholesterol oxidase, fine particles of 
amorphous silica having an average diameter of 0.5 jwn 
and Triton X-1 00 as a surfactant was prepared. The so- is 
lution was dropped on the first layer and dried in a warm- 
air dryer at 5(y*C for 10 minutes to form a second layer 
That is, the first and second layers were formed to func- 
tion as the reaction layer 7. The second layer contained 
0.10 mg of cholesterol oxidase and 0.05 mg of choles- 20 
terol esterase, per cm^ of the reaction layer. The content 
of the fine particles was 1 mg and that of Triton X-100 
was 0.4 mg, per cm2 of the reaction layer. 
[0067] A cholesterol sensor was fabricated in the 
same manner as the production of the glucose sensor 25 
and the response current value of the sensor with re- 
spect to a sample solution containing cholesterol was 
measured. As a result, the response current value 
showed favorable linearity with respect to the cholester- 
ol concentration in the measurements for 3 minutes and 30 
1 minute. 

[0068] FIG. 5 shows the response characteristics of 
the sensors of this example and Comparative Example 
3 in the measurement for 10 seconds. The porosity of 
the above reaction layer was about 74.5%. 35 

Comparative Example 3 

[0069] On the electrode system on the base plate 1 
shown in FIG. 1 , an aqueous solution mixture of potas- 40 
slum ferricyanide, cholesterol oxidase and cholesterol 
esterase was dropped, which was dried in a wanm-air 
dryer at 50°C for 1 0 minutes to fonm a reaction layer 7, 
The obtained reaction layer 7 contained 1 mg of potas- 
sium ferricyanide. 0.1 mg of cholesterol oxidase and 45 
0.05 mg of cholesterol esterase, per cm^ of the reaction 
layer 7. 

[0070] In the same manner as Example 3, the re- 
sponse current value of the sensor was measured. As 
a result, favorable linearity was not obtained in both of so 
the measurements for 1 minute and 3 minutes. 

Comparative Example 4 

[0071 1 A first layer containing potassium ferricyanide ss 
was formed in the same manner as Example 3. 
[0072] Then, an aqueous solution containing choles- 
terol esterase, cholesterol oxidase, fine particles of 



amorphous silicon having an average diameter of 1 .5 
^lm and Triton X-100 as a surfactant was prepared. The 
solution was dropped on the first layer and dried in a 
wami-air dryer at 50*C for 10 minutes to form a second 
layer. That is, the first and second layers were formed 
to function as the reaction layer 7. In this solution, how- 
ever, the fine particles were immediately precipitated, 
which required constant stirring during the dropping 
step. The second layer contained 0.1 0 mg of cholesterol 
oxidase and 0.05 mg of cholesterol esterase per cm^ of 
the reaction layer. The content of the fine particles was 
0.5 to 1.5 mg and that of Triton X-100 was 1 .0 mg. per 
cm2 of the reaction layer. 

[0073] In the same manner as Example 3, the re- 
sponse current value of the sensor was measured. As 
.a result, favorable response linearity was not obtained 
in both of the measurements for 1 minute and 3 minutes. 
The reason is presumably that the fine particles in the 
solution for forming the reaction layer were hard to dis- 
perse homogeneously and the fine particle amount in 
the reaction layer assembled in the sensor was not uni- 
form, which caused considerable variations in response 
value of the sensor in evaluating the response charac- 
teristics. 

Example 6 

[0074] On a platinum electrode system formed on the 
base plate 1 shown in FIG. 1 , an aqueous solution con- 
taining glucose oxidase (GOD) and fine particles 
(beads) of polystylene having an average diameter of 
0.8 Jim was dropped to fomi a reaction layer 7. The ob- 
tained reaction layer 7 contained 0.03 mg of GOD and 
1 .5 mg of the fine particles, per cm2 pf the reaction layer. 
[0075] On the electrode system, a sample solution 
containing glucose was supplied. Glucose in the sample 
solution was oxidized by GOD to generate hydrogen 
peroxide. Ten seconds after the sample solution was 
supplied, a voltage of +1 .OV with respect to the counter 
electrode 5 was applied to the working electrode 4 to 
measure a currer)t value after 5 seconds. This current 
value was proportional to the substrate concentration in 
the sample solution, from which the glucose concentra- 
tion in the sample solution was obtained. 
[0076] Samples containing glucose in concentrations 
of 0 mg/dl, 180 mg/dl, 360 mg/dl and 540 mg/dl were 
prepared and subjected to the measurement for 30 sec- 
onds, respectively, to measure the response current val- 
ue of the sensor with respect to each solution. As a re- 
sult, the response current value and the glucose con- 
centration had a certain correlation and showed favora- 
ble linearity. Further, also in the measurement for 10 
seconds, favorable linearity was obtained between the 
response current value and the glucose concentration. 
The porosity of the reaction layer was about 84.7 %. 
[0077] In the case where the fine particles were not 
mixed in the reaction layer, the response linearity was 
lost with respect to the substrate of high concentration. 
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The reason for the above is supposedly that the reaction 
layer without the fine particles is dried to have a dense 
structure, and hence only the surface is dissolved to 
cause reaction with the sample solution supplied to the 
sensor. 

[0078] As compared with the reaction layer without 
the fine particles, In the reaction layer formed by mixing 
the fine particles the enzyme and the electron mediator 
are dried into a thin film on the fine particle surface. 
Since the sample solution penmeates into the reaction 
layer very rapidly through the voids in the fine particles, 
the reagent including the enzyme dissolves smoothly 
and the enzyme reaction proceeds promptly. As a result, 
the measurement with the sensor can be carried out in 
a reduced period. 

[0079] In this case, if the fine particles contained In 
the reaction layer have an average diameter smaller 
than 0.1 pjn, the structure of the reaction layer contain- 
ing the fine particles becomes very minuscule and voids 
are not generated in the fine particles. Therefore, the 
reaction layer does not dissolve smoothly into the sam- 
ple solutiori. On the other hand, if the average diameter 
of the fine particles is 1 \m or more, the fine particles 
may precipitate in the solution for forming the reaction 
layer or coagulate on or near the solution surface and 
hence the production process is complicated. 
[0080] From the above, the effective size of the fine 
particles is in the range of not smaller than 0.1 ^ and 
not larger than 1 \im. With the reaction layer containing 
the fine particles so defined, the response characteristic 
of the sensor becomes very favorable even In measur- 
ing a sample solution containing various components 
such as hemocytes and protein, e.g., blood. 
[0081 ] In the above-described examples, explanation 
is given in terms of the glucose sensor and the choles- 
terol sensor. However, the present invention is also ap- 
plicable to other sensors such as a glucose or choles- 
terol sensor using other enzymes, a lactic acid sensor, 
a fructose sensor, a sucrose sensor, an alcohol sensor, 
an ascorbic acid sensor and the like. 
[0082] As described above, according to the present 
Invention, there is provided a biosensor capable of de- 
termining the quantity of a substrate contained in a sam- 
ple, e.g., biological samples such as blood and urea and 
materials and products in food industries, in a highly ac- 
curate, speedy and easy manner. 
[0083] Although the present invention has been de- 
scribed in terms of the presently preferred embodi- 
ments, it is to be understood that such disclosure is not 
to be interpreted as limiting. Various alterations and 
modifications will no doubt become apparent to those 
skilled in the art to which the present invention pertains, 
after having read the above disclosure. Accordingly, it 
is intended that the appended claims be interpreted as 
covering all alterations and modifications as fall within 
the true spirit and scope of the invention. 



Claims 

1. A biosensor comprising an electrically insulating 
base plate, an electrode system Including a woridng 
5 electrode and a counter electrode formed on the 
base plate, and a reaction layer formed on or in the 
vicinity of the electrode system, at least a surface 
of the reaction layer being porous. 

10 2. A biosensor according to claim 1 , wherein the reac- 
tion layer contains at least an enzyme and an ag- 
gregate of fins particles having an average diameter 
of between 0.1 fim and 1 jim. 

15 3. A biosensor according to claim 2, wherein the en- 
zyme is one or a combination of two or more chosen 
from glucose oxidase, glucose dehydrogenase, lac- 
tate oxygenase, lactate dehydrogenase, fructose 
oxidase, cholesterol oxidase, cholesterol dehydro^ 

20 geriase, cholesterol esterase, mutarotase, inver- 
tase, ascorbate oxidase and alcohol oxidase. 

4. A biosensor according to claim 2 or claim 3, wherein 
the fine particles are made of a material selected 

25 from the group consisting of a polymer compound, 
ceramic, glass, diamond and carbon. 

5. A biosensor according to any one of the preceding 
claims wherein the reaction layer further contains 

30 an electron mediator. 

6. A biosensor according to any one of claims 1 to 5, 
wherein a layer containing an electron mediator is 
formed in the vicinity of the reaction layer. 

35 

7. A biosensor according to clairii 6, wherein the reac- 
tion layer contains cholesterol esterase, a sur- 
factant and at least one of cholesterol oxidase and 
cholesterol dehydrogenase, and a layer containing 

40 an electron mediator is fomned in the vicinity of the 
reaction layer. 

8. A biosensor according to any one of claims 5 to 7 
wherein the electron mediator is one or a combina- 

45 tion of two or more chosen from ferricyanide and 
salts thereof; p-benzoquinone and derivatives 
thereof; phenazine methosulfate; methylene blue; 
and ferrocene and derivatives thereof. 

50 9. A biosensor according to any one of the preceding 
claims capable of determining the quantity of glu- 
cose, cholesterol, lactic acid, fructose, sucrose, al- 
cohol or ascorbic acid In a sample. 

55 10. A method for producing a biosensor according to 
any one of the preceding claims comprising: 

(i) dispersing fine particles in a solution for 
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forming a reaction layer; 

(li) spreading the resulting solution on or in the 

vicinity of an electrode systeni on a base plate; 

and 

(lil) drying said solution. 5 
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11 



EP 1 369 687 A1 



FIG. 5 
10, 




Oiolesterol concentration (mg/dl) 
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